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JEWELRY & ENAMELING

Tools                   Polishing motor

and                      Felt buffing wheel

Working               Tripoli cake

Materials               Soda, ammonia, water

solution
Granite pan

Soft cloth
Rouge stick
Cloth buffing wheel
Potassium sulphide so-
lution
Whiting

PROCESSES

SOCKET

Gauging
	Gauge the metal.

p. 346
	

Annealing
	Anneal the metal.

p. 18
	

Pickling
	Clean in pidde.

p. 22
	

Tube
	Sterling silver sheet 20-gauge.   Make a tube

Drawing
	3/16-inch diameter by % inch long.

p. 98
	

Soldering
	Solder a piece of silver to close end of the tube.

p. 38
	(See Special Soldering, p. 45. Soldering hollow


	pieces to flat surfaces.)


	Solder the seam of the tube at the same time.

Filing
	File the end pieces even with the tube.

p. 25
	

Drilling
	Mark and drill a hole in the center of the plate

p. 35
	soldered at one end of the tube.

Filing
	File the drilled hole % inch square.

King
	Sterling silver wire 20-gauge.

Making
	Make a ring, file it flat at the joint.

p. 112
	

Soldering
	Solder the flat side of the ring in the center of

the plate opposite the drilled end.